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. DART 1270 Aberdeen St Hawkesbury, ON K6A 1K7 Canada Purchasing Receipts 


AEROSPACE 


Tel (613) 632-5200 


Aging|Past 


Price/Unit Days Due| 


MECO002- $051414 


VU 


-}|— 
. Stock {3/14/2018 |$ 9.92 / ft 0 


AMS 4045 OR 
ASTM B209 
"i asia SERRE ft 


Plex 3/14/2018 1:28 PM Dart. Dubois.Pascal 


https://www.plexonline.com/2c5c8248-86 11-4364-9bd4-58df55c38a86/Plexus_Control/Report_Viewer_2.asp?Opener_Session_Key=(2C5C8248-861 1-4364-9BC 


3/14/2018 


“DART 


AEROSPACE 


MEC002-VU 
Metaux Castle 

P.O. Box 4090 Stn A 
Toronto 

ON 

M5W OE9 Canada 


1270 Aberdeen Street 
Hawkesbury 

ON 

K6A 1K7 Canada 
Phone: 613-632-5200 


8 M7075T6S1.000X0.250 


PURCHASE ORDER 


Dart Aerospace Ltd. 
1270 Aberdeen St 
Hawkesbury, ON 
K6A 1K7 

Canada 


Tel (613) 632-5200 


PO No: 
PO Date: 
Due Date: 


Purchase Order 
Revision: 


Revision Date: 


Ship-To Contact: 


Via: 
Pymt Terms: 
Freight Terms: 


Special Comments: 


7075-T6 Sheet 0.250" Forecast 2/23/18 
Thick Plate X 1" Wide 

: MATERIAL: 7075- 

T6/T62 ALUMINUM 

SHEET AS PER QQ-A- 

250/12 OR AMS-QQ-A- 

250/12 OR AMS 4045 

OR ASTM B209 

receive ft 


Firmed 2/26/18 
Sub Total: 


12 ft 
24 $238.08 


PURCHASE ORDER 
PO038929 


PO038929 
2/1/18 
2/26/18 


Lavoie, ChantalPhone: 
clavoie@dartaero.com 


Ground 
Net 30 


12 ft 


| > 


$9.92/ft $119.04 


Grand Total: $238.08 


Order Notes 


Procurement Quality Clauses 

A005 right of entry 

A012 chemical and physical test report 
A016 personnel qualification 


A017 raw material identification (as applicable) 
A026 certification of material conformance 


A041 quality management system 
A042 dart notification by supplier 
A043 retention of quality documents 


A048 counterfeit parts avoidance, detection, mitigation and disposition program 


A049 supplier awareness 


https://www.plexonline.com/69e9a4d5-4286-438a-8bd3-4d556ddef8b3/Plexus_Control/Report_Viewer_2.asp?rv=u%1E..%2FPurchasing%2FPO_Print.... 


end 


Terms & Condition of Purchasing(Suppliers) and Procurement Quality Clauses are an integral part of our AS9100 requirements. To learn in detail, please visit 
www.dartaerospace.com for further explanation. 


Plex 3/14/18 8:04 AM dart.lavoie.chantal 
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SHIP TO; 
AM CASTLE &CO 

3050 SOUTH HYDRAULIC 

WICHITA, KS 67216 


SOLD TO: 
AM CASTLE & CO- SOLD TO 
1420 KENSINGTON RD 
SUITE 220 

OAK BROOK, IL 60523 


CUSTOMER PO NUMBER: 


400174-1 


MHU 2052582: LOY 19597666:‘5 pieces; 


Certified Sp 


AMS 4045/RevL 
CMMP 025/RevV 
Code: 


Test Test Results 


Ingot 2 


Drop 11 


(ASTM E8/8557) 


(EN 2002-1) 
Tensile: Temper Dir / # Tests Ultimate KSI (MPA) 
T651 LT / 2 {Min:Max) 87.8: 89.0 
(605 ; 614) 
{ASTM E1251} 
Chemistry: SI FE cu MN MG CR 
Actual(wt%) 0.07 0.13 1.5 0.02 2.6 0.19 
ALLOY LIMITS 
Si FE cu MN MG CR 
7075 
MIN(wt%) 0,00 0,00 132 0.00 wor 0.18 
MAXtwt%} 0.40 0.50 2.0 0.30 2.9 0.28 


Aluminum Remainder 


ORDER COMMENTS 
AMC CA-15409 R 3 


WORK PACKAGE: oeO0o4 PART NUMBER: 
= at 


KAISER ORDER NO: SHIP DATE: ie 
1222864-1 31-OCT-2014 (| 1075) Cee ae ~~ 
WEIGHT SHIPPED: QUANTITY: TRUCK BL ia ad DIARETEROMIDT: ern - 
ae ; 
1080 LB 6 PCS EST. 2063216 ‘" ( 6.35004) (1231. 9 MM) (3670.3 MM} 


AMS-QQ-A-250/12/RevA 


KAISEF 


ALURAIN GM 


Trentwood Works - Spokane, WA 99215 


Phone: (800) 367-2586 


CERTIFIED TEST REPORT 


Serial Number 
4438311 


SHIP RUNILOAD: | GOV'T CONTRACT NUMBER: 
103731/3 


SSUGTDESCRIPTION:  \ 
\ saved Plate 


cifications 


ASTM B 209/Revi4 


Melied in USA 


Yiald KS) (MPA) Elongation % 

78.1: 78.9 14.9 2 44158 

(538 : 544) 

ZN Tl Vv ZR OTHER 

5.7 0,02 0.01 0.01 TOT 0,06 

ZN Ti Vv ZR OTHER MAX 

5.1 0,00 0.00 0.00 EACH 0.05 

6.1 0.20 0.05 0.05 TOT 0.15 
TERS 

Fog 


Page 1 of 2 


KAISER CERTIFIED TEST REPORT 


ALUMINOGRM Serial Number 


Trentwood Works - Spokane, WA 99215 4438311 
Phone: (800) 367-2586 


CERTIFICATION 


¥aiser Aluminum, Trentwoad Works, 1 136 9091, AS9100, and 150 14001 cartiliod. ang noreby Certifies nat aft material shipped under this order: 
* has been inspacted, tested. and found to be in confarmance with the raquiraments of tho spacitications indicated herein. 
All test equipment and maasuting devices sro calibrated and ceriified in accordance appiicabla apacilications. For matorial thicknesses Outside spacilicaticn fils, mechonical properties are 
as shown herein and chemical composition meets apacification requiremanis. Aaporied efangation vaives have bean tnoasured a3 olongation at fracture, 
> wag inolted In the United Statos of America of a qualifying country per OFARS 225 872-110), was manufactured i the United States of America, and masts tha raquisanianta of DFARS 252.225 for 


domostic content. 
* has bogn thormaily processed in compliance with AMS 2772, where applicable 
* ig mercusy tree, within tha timits of detaction of ASTM E1215 (< J porn}. 
* is in compliance with AGHS 2, European Union Diractva 2011/6578. 
* ya in compiance with Eutopean Chemical Agency, ECHA, REACH raguiations, (€C} No *907/2006, and Ka-ser reguiorly manitors these reguint ons for updates. 
* us frog of Contlict Minerats, a3 dafinod in Section 19.2 ot tna Dodd-Frank Act. 
* ts isoo of weld capailr, 


* savats the reporting requirements of EN10204, Type 3.1. : 
Any warranty 19 limited to that shown on Kaiser Aiumuurn’s standard general terms and conditions of see, Fest reparts ara on fte, subject to examination. Taxt reports shal not be isgroduced sxcent in 
full, without the written approval ot the Kaiser Aluminum laboratory. The record.ng of false, Matlticus of fraudulent statements oF entdes on tho cartificate may be pucished as o felony under iedar eae 7) 

Rie O 


Dirobok 
Page 2 of 2 


JAMES HEMENWAY, TECHNICAL PROCESS MANAGER 
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SHIP TO: 
AMCASTLE & CO 

3050 SOUTH HYDRAULIC 
WICHITA, KS 67216 


KAIS EF 
ALUMINUM 


Trentwood Works - Spokane, WA 99215 
Phone: (800) 367-2586 


CERTIFIED TEST REPORT 


Serial Number 
4470335 


SOLD TO: 
AM CASTLE & CO- SOLD TO 
4420 KENSINGTON RD 
SUITE 220 

OAK BROOK, IL 60523 


Ship RUNILOAD. [GOV'T CONTRAGT NUMBER: 
qosIs 1/2 
“TTENPER: (PRODUCT DESCRIPTION: 


Q | HT Flat Sheet 


CUSTOMER PART NUMBER: 
771029 


WORK PACKAGE: 


CUSTOMER PO NUMBER: 


429673-1 
KAISER ORDER NO: 


SHIP DATE: 
4239844-1 16-JUL-2017 
TRIAMETERIWIDTH: 


WEIGHT SHIPPED: TRUCK BIL #: era " : Prenare 
Pai t 38.000 fi 
3358 LB 2067919 | ( 4.0640 MM) | __(1219.2 MM) 


MHU 2132104: LOT 22910387: 30 pieces: 


LENGTH: 


QUANTITY: 
144.000 IN 


30 PCS EST. 


(3657.6 MM) 


Certified Specifications 


AMS 4035/RevL &MS-00-A-250/4/Fieve ASTM B 209/Rev14 
CMMP 025/RevV 
Test Code: 1504 Test Results 
Lot; 229103B7 Cast 436 Drop 18 Ingat 4 Melted in USA 


{ASTM E8/8557) 


(EN 2002-1) 
Tensile: Temper Dir / # Tests Ultimate KSI (MPA) = Yield KS! (MPA) Elongation % 
Qa LT / 2 (Min:Max) 25.5: 25.6 TTA TE 23:2 3 229 
(178s WF} (77: B80} 
TA2 LT / 2 (Min:Max} 67.6 : 67.6 $2.3:42.4 24,7 32047 
(466 : 468) (292 : 292) 
Té2 LT / 2 (MiniMax} 67.2: 69.4 §5.0: 55.3 9.6:11.5 
{483 : 479) (279 ; 38%} 
{ASTM E112) 
{EN 2002-8) 
Grain Size(ASTM No.) 5.5 


(ASTM E1251) 
Chemistry: Sl FE cu MN MG CR ZN Th Vv ZR OTHER 


Actuallwt%) 0.06 0.21 4.8 0.57 1.3 0.01 0,06 0.03 0,01 0.00 TOT 0.06 


~~ 


SEMIS E | CERTIFIED TEST REPORT 


ALUMINUM Serial Number 


Trentwood Works - Spokane, WA 992715 4470335 
Phone: (800) 367-2586 


ALLOY LIMITS 


Sl FE cu MN MG CR ZN Ti Vv ZA OTHER MAX 


2024 
3.8 0,30 WZ 0.06 0.00 00 0.00 0.00 EACH 0.05 


MIN(wt%) 0.00 0,00 
MAX(wt%) 0,50 0.50 4.9 0.8 1.8 0.40 0.25 0.15 0.05 0.05 TOT 0.15 


Aluminum Remainda: 


OSDER COMMENTS 
AMC AS2024.50 A 20 


TEST ROTES 
Grain Size Test {ASTM E112, ER 2002-R)) 
(Etehant Used: Barker's; Magnification: Lon; 


Sample Location: Head of the Lot) 


CERTIFICATION 


! u A) n Vinaiend hi 
Gc hear 

ans. Ras matoriad 
3 hava bean me 
jarsiacturad in te 


nag uncer ies ceder 


Kaisor Aluminum, Trantwaod Works, 8 180 9005, ASIICO 
' has been nspocted, tested, and found 16 be in Contsrinary 
Al test equipment and measuring devices ara calibra 

aa shown herein and chemical composition meats spec 
» was melted in the Unidad States of America er 2 Quatiiying Gountry per oF 
semestic content. 
* has baan thermally processed in compllance with AMS 2772, wiiorn ay 
® ig marcury Irao, within the limits of datact on ot ASTH £1216 (< tpom:, 
* is in compliance with RoHS 2, Eusopsan Union Diroctiva 20t16S eu. 
* (g in compliance with European Chamica Agency, ECHA. REACH reguistions, (EC) Ho 1807/2006, and Kaiser ieguiany momtors these requiaticns fer updates 
* is free of Canttict Mingzats, as defined In Section 15 2a? tha Dadd-Feank Act. 
* Ig tree of wold reppir. 
* rants the reporting requirarnants af EMTO204, Tyne 3.4 
Any warramy is fmitad to that shown on Ka'ses Siuminum’s standard gan 
tuil, without the werittan aperovas of the Koger Aluminum leboratory. Tha 


uisida soncifiestion limite, machanicn, tapatties ars 
an at teagtur® 
d Ameica and mests the requirements of OFARS 252.225 for 


apesguk 


ayia. 


Bri tG passion, Tas raposts shall not be reproduced macept 
5 on the cestiicate may ba sunished as 9 felory under federal ‘pee 


terms and candtians af aala. T 
mding of false, fictitious of freudu 


Drtrnetth woe’ 
Page 2 of 2 


JAMES HEMENWAY, TECHNICAL PROCESS MANAGER 


MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: ATG $OSt doorcaso PO / BATCH NO.: ¢ 13289 194 25/4)14/ 
M 


DATE: 


MATERIAL CERT REC'D: Nt S THICKNESS ORDERED: (£9, 25 © 


QUANTITY RECEIVED: } 2. THICKNESS RECEIVED: P wT 
QUANTITY INSPECTED: { SHEET SIZE ORDERED: 
QUANTITY REJECTED: SHEET SIZE RECEIVED: ’ 


/ 


DESCRIPTION 


[SURFACE DAMAGE | v.[(N1) 
[CORRECT FINisH [7] NJ 
[corrosion ___| Y [(n) 
[CORRECT GRAIN DIRECTION (YIN | 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 
DUR A DURD__| WEBSTER 


TYPE OF MATERIAL ee re eae 

SIZE OF TEST SAMPLE Se Revers Aekeees’ 
ae eee ee 

testers located in the Quality Office 


HARDNESS / DUROMETER READING 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


DAS 
INSPECTED BY: SIGNED OFF BY: 


9-89MAR 14 2018 DATE: 


DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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